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(57) Abstract: The invention relates to defoaming agents that are devoid of emulsifiers, obtained by mixing: a) between 80 and 99 
wt. % of at least one fine-particled, practically water-insoluble inert solid with b) between 1 and 20 wt. % of at least one hydrophobic 
organic compound that is solid at room temperature and has a defoaming action in substance with such a shear gradient that the 
particle size of the defoaming compounds (b) is reduced to an average particle size of between 0.5 and 15 ?m. The invention also 
relates to a method for producing oil-in-water dispersions that are devoid of emulsifiers from mixtures of (a) and (b). Said method 
involves the mixing of component (a) in a quantity of between 80 and 99 wt % with component (b) in a quantity of between 1 and 20 
wt % in the absence of emulsifiers in an extruder or kneading machine, in such a way that the average particle size of component (b) 
in the mixture is regulated to between 0.5 and 15 ?m, at temperatures of up to 100 °C and the subsequent emulsification of the mixture 
in water. The invention further relates to the use of the oil-in-water dispersions obtained by said method as defoaming agents and/or 
deaerators of aqueous, disperse or non-disperse liquids, in particular as defoaming agents and/or deaerators in the paper industry, in 
the foodstuff industry and in purification plants. 

(57) Zusammenfassung: Emulgatorfreie Entschaumer, die erhaltlich sind durch Mischen von a) 80 bis 99 Gew.-% mindestens eines 
feinteiligen, praktisch wasserunloslichen, inerten Feststoffs mit b) 1 bis 20 Gew.-% mindestens einer entschaumend wirkenden, hy- 
drophoben, bei Raumtemperatur festen organischen Verbindung in Substanz in einem solchen Schergefalle, daB die TeilchengroBe 
der entschMumend wirkenden Verbindungen (b) auf eine mittlere TeilchengrQBe von 0,5 bis 15 urn emiedrigt wird, Verfahren zur 
Herstellung von emulgatorfreien Ol-in-Wasser-Dispersionen von Mischungen aus (a) und (b) durch Mischen der Komponente (a) in 
einer Menge von 80 bis 99 Gew.-% mit den Verbindungen der Komponente (b) in einer Menge von 1 bis 20 Gew.-% in Abwesenheit 
von Emulgatoren in einem Extruder oder Kneter in der Weise, dass die mittlere TeilchengroBe der Komponente (b) in der Mischung 
auf 0,5 bis 15 um eingestellt wird, bei Temperaturen bis zu 100°C und Emulgieren der Mischung in Wasser, und Verwendung der so 
erhaltlichen Ol-in-Wasser-Dispersionen als Entschaumer und/oder Entliifter von wassrigen, dispersen oder nichtdispersen Fliissig- 
keiten, insbesondere als Entschaumer und/oder Entliifter in der Papierindustrie, in der Nahrungsmittelindustrie sowie in Klaranlagen. 



WO 2005/023392 Al I QUI IHiia] II I1IIEI lllll Hill lllll 1111 1 U III lllll f 1111 lllll IUII lllll 1111 11IIIQ 1111 111) 1111 
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